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1 ,1 ,1 ,3,3-PENTAFLUOROPROPANE AND DECOMPOSITION INHIBITOR 

(57) (1 ) At least one nitro compound and (2) at least 
one member selected from the group consisting of an 
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Description 

FIELD OF THE INVENTION 



„ ™ e P ,u S6nt '™ ention relates t0 methods and compositions for inhibiting decomposition of 1 .1.1.2.3,3-hexafluoro- 
HSplLfr'" 3 ^/ 6 ?^ t0 38 HFC236ea > and 1.1.1.3.3-pentafluoropropane (hereinafter referred to as 
^ " * 6 invent '° n re ' ates to method sfor stabilizing HFC236ea and HFC245fa useful as foaming 
bly usaWe fTsaSmrhSs 3 inhibitin9 deCOmpOSition thereof ' and t0 decomposition inhibiting compositions prefera- 

PRIOR ART 

Hydrocarbon halides completely substituted with fluorine or chlorine (hereinafter referred to as fleons) had been 
widely used as refrigerants, solvents, foaming agents or the like because of their high performance. However, use and 
production of fleons have been limited since they were found to destroy the ozone layer of the atmosphere of the earth 
Accordingly, it is essential to develop novel compounds which can substitute for fleons. Favorable substitutes for fleons 
include hydrogen-containing hydrocarbon halides (hereinafter referred to as hydrogen-containing fleons) which involves 
no or low risk of destroying the ozone layer. 

,oox H r C !, r0 J 9 T." COn,ainin9 fle ° nS S ° far P r °P° sed as foaming agents include 1.1-dichloro-2,2.2-trifluoroethane (HFC- 
123). 1 ,1-d.ch oro-1-fluoroethane (HFC-141b) and the like. However, these compounds, which contain a chlorine atom 
m the molecule, stall have the property of destroying the ozone layer, although the influence is small. In view of these 
facts, it is necessary to develop a novel foaming agent free from the risk of destroying the ozone layer 

Japanese Unexamined Patent Publication No. 239251/1 993 proposes use of HFC236ea and HFC245fa which are 
hydrocarbon fluorides free from the risk of destroying the ozone layer, as foaming agents. Hydrogen-containing hydro- 
carbon halides free from chlorine atoms, although having higher stability than hydrocarbon halides containing chlorine 
and hydrogen, gradually decompose during storage, transport, etc.. giving adverse effects on the production of foamed 
products. 

Japanese Unexamined Patent Publication No. 239251/1993, however, merely suggests use of stabilizers, and does 
not specify the kinds thereof. It is necessary for the stabilizer to have decomposition inhibiting effects under various con- 
ditions. In view of this matter, full consideration should be given to the selection of the stabilizer. 

OBJECT OF THE INVENTION 

ucr£ n ° bieCt ° f the present invention is to provide a decomposition inhibiting composition which keeps HFC236ea and 
HFC245fe stable not only during storage but also during the long-term use of the foamed product (such as urethane 
foam). 

DISCLOSURE OF THE INVENTION 

The present inventors conducted extensive research in view of the present state of the art as described above, and 
found that HFC236ea and HFC245fa are stabilized and prevented from being decomposed when mixed with a mixture 
of a nitro compound and an aromatic hydrocarbon and/or an alicyclic unsaturated hydrocarbon, the mixture optionally 
containing other specific compound. 

They also found that, according to the above method, decomposition of HFC236ea and HFC245fa can be inhibited 
for a long period under various conditions during storage, transport or use as foaming agents, irrespective of the pres- 
ence of an alcoholic hydroxyl group-containing compound which promotes decomposition of HFC236ea and 
HFC245fa. Further, decomposition of HFC236ea and HFC245fa as remaining in the foamed product can be inhibited 
by the above method. The present invention has been accomplished based on the above novel findings. 

The present invention provides a method and composition for inhibiting decomposition of HFC236ea and 
HFC245fa. 

The present invention provides a method for inhibiting decomposition of HFC236ea and HFC245fa, the method 
comprising adding, to HFC236ea or HFC245fa, (1) at least one nitro compound and (2) at least one member selected 
from the group consisting of an aromatic hydrocarbon and an alicyclic unsaturated hydrocarbon, optionally together 
with (3) at least one member selected from the group consisting of an aliphatic unsaturated hydrocarbon, an epoxy 
compound, an ether compound, a phenol compound, an ester compound and a cyclic nitrogen compound. 

The present invention provides a composition for inhibiting decomposition of HFC236ea and HFC245fa, said com- 
position comprising (1) at least one nitro compound and (2) at least one member selected from the group consisting of 
an aromatic hydrocarbon and an alicyclic unsaturated hydrocarbon (hereinafter this combination is sometimes referred 
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to as the first make-up). 

The present invention provides a composition for inhibiting decomposition of HFC236ea and HFC245fa, said com- 
position comprising (1) at least one nitro compound, (2) at least one member selected from the group consisting of an 
aromatic hydrocarbon and an alicyclic unsaturated hydrocarbon and (3) at least one member selected from the group 
consisting of an aliphatic unsaturated hydrocarbon, an epoxy compound, an ether compound, a phenol compound, an 
ester compound and a cyclic nitrogen compound (hereinafter this combination is sometimes referred to as the second 
make-up). 

[1] Decomposition inhibiting composition 

(1) Nitrocompound 

Examples of the nitro compound for use in the present invention include the following aromatic nitro compounds 
and aliphatic nitro compounds. 

Aromatic nit/p qpmppund 

Nitrobenzene, (o-, m-, p-)nitrotoluene, (o-, m-, p-)chloron"rtrobenzene, (o-, m-)nitrobenzyl alcohol, 4-chloro-3- 
nitrobenzotrif luoride, m-dinitrobenzene, 2,4-dinitrofluorobenzene, 2,4-dinitrochlorobenzene, p-nitrophenetole, 3-nitros- 
tyrene, 1,2,3-trichloro-4-nitrobenzene, (o-, nv, p-)nitrophenol, (o-, m-, p-) nitroanisole, (m-, p-)fluoronitrobenzene, 2- 
chloro-6-nitrotoluene, p-nitrophenetole, (2,4-, 2,6-, 3,4-)dinitrotoluene, 2,4-dinitroanisole, 2,4-dinitrophenol, o-nitroben- 
zyl alcohol, 4-nitrocatechol, etc. 

Aliphatic nitro compound 

Nitromethane. nitroethane, (1-. 2-) nitropropane, etc. These nitro compounds can be used singly or as a mixture of 
two or more. 

Among the above nitro compounds, nitrobenzene, nitromethane, nitrostyrene and nitrocatechol are particularly 
preferred. 

(2) Aromatic hydrocarbon and alicyclic unsaturated hydrocarbon 

Examples of the aromatic hydrocarbon and alicyclic unsaturated hydrocarbon for use in the present invention 
include the following. 

Aromatic hydrocarbon 

Styrene, (a-, p-)methylstyrene, p-vinyltoluene, p-isopropenyltoluene, p-diisopropenylbenzene, p-isopropenylxy- 
lene, (m-, p-) divinylbenzene, etc. 

Alicyclic unsaturated hydrocarbon 

Cyclohexadiene, cyclopentadiene, a-pinene, a-limonene, 1,1-diphenylethylene, etc. 

The above aromatic hydrocarbons and alicyclic unsaturated hydrocarbons can be used singly or as a mixture of two 
or more. Among the above examples, aromatic hydrocarbons are preferred, among which (a-, p-) methylstyrene, p- 
vinyltoluene, p-isopropenyltoluene and p-diisopropenyibenzene are particularly preferred. 

(3) Optional compound 

The composition of the present invention with the second make-up contains at least one optional compound 
selected from the group consisting of an aliphatic unsaturated hydrocarbon, an epoxy compound, an ether compound, 
a phenol compound, an ester compound and a cyclic nitrogen compound, in addition to the nitro compound and the aro- 
matic hydrocarbon and/or alicyclic unsaturated hydrocarbon. Examples of the optional compound include the following. 

Aliphatic unsaturated hydrocarbon 



Isoprene, 2-methyl-2-butene, 2,3-dimethylbutadiene, 2,3-dimethyl-l-butene, 1,3-perrtadiene, 1-hexene, myrcene, 
etc. Among these aliphatic unsaturated hydrocarbon compounds, isoprene and 2,3-dimethylbutadiene are particularly 
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preferred. 

EPOXV Compound 

1,2-Butyleneoxide. isobutyleneoxide, propylene oxide, epichlorohydrin, styrene oxide, glycidol. etc. Among these 
epoxy compounds, 1 ,2-butylene oxide and epichlorohydrin are particularly preferred. 

Ether compound 

1,4-Dioxane, 1 ,2-dimethoxyethane, phenylglycidyl ether, allylglycidyl ether, furan, 2,5Kiihydrofuran, furil etc 
Among these ether compounds, 1 ,4-dioxane, phenylglycidyl ether and furan are preferred. 

Phenol compound 

Phenol, (o- f m-, p-)cresol, (o-, m-, p-)methoxyphenol, thymol, 2,6-di-t-butyl-p-cresol, p-t-butylphenol, eugenol iso- 
eugenol, an.sole, isosafrole, p-t-butylcatechol, etc. Among these phenol compounds, p-t-butylcatechol and 2 6-di-t- 
butyl-p-cresol are particularly preferred. 

Ester compound 

Ethyl acrylate, vinyl acrylate, vinyl methacrylate, methyl acetate, methyl salicylate, etc. Among these ester com- 
pounds, ethyl acrylate and vinyl methacrylate are particularly preferred. 

Cyclic nitrogen compound 

(N-, 2-, 3-)methyipyrrole, (2-, 4-) vinylpyridine, N-methylmorphorine, benzotriazole. etc. Among these cyclic nitro- 
gen compounds. N-methylpyrrole and 4-vinylpyridine are particularly preferred. 
These optional compounds can be used singly or as a mixture of two or more. 

In the first make-up of the present invention, a suitable weight ratio of the nitro compound (1) to the aromatic hydro- 
carbon and/or alicyclic unsaturated hydrocarbon (2) is within the range of 1 :9 to 9:1, preferably 2:8 to 8:2, more prefer- 
ably 3:7 to 7:3. 

In the second make-up of the present invention, a suitable weight ratio between the nitro compound (1) the aro- 
matic hydrocarbon and/or alicyclic unsaturated hydrocarbon (2) and the optional compound (3) is within the' range of 
0.05-5:0.05-5:0.05-5, preferably 0.1-0.5:0.1-0.5:0.1-0.5. 

The optional compound (3) for use in the present invention maintains the decomposition inhibiting effect of the nitro 
compound (1) and the aromatic hydrocarbon and/or alicyclic unsaturated hydrocarbon (2) on HFC236ea and HFC245fa 
for a long period. If the optional compound is used in an amount smaller than the above range, the decomposition inhib- 
iting effect becomes low, whereas substantial improvement is not obtained by the use of an amount larger than neces- 
sary. 

[2] Decomposition inhibiting method 

(1) The nitro compound (1) and the aromatic hydrocarbon and/or alicyclic unsaturated hydrocarbon (2) are suitably 
used in a total amount of 0.1 to 5 wt. parts, preferably 0.2 to 1 wt. parts, per 100 wt. parts of HFC236ea or 
HFC245fa. The proportion of the nitro compound (1) and the aromatic hydrocarbon and/or alicyclic unsaturated 
hydrocarbon (2) are 0.05 to 5 wt parts, preferably 0.1 to 0.5 wt. parts of the former and 0.05 to 5 wt. parts prefer- 
ably 0. 1 to 0.5 wt. parts of the latter 

If the nrtro compound (1) and the aromatic hydrocarbon and/or alicyclic unsaturated hydrocarbon (2) are used in 
amounts smaller than the above range, the decomposition inhibiting effect on HFC236ea and HFC245fa becomes 
insufficient, whereas substantial improvement is not obtained by the use of an amount larger than necessary. 

The composition of the present invention with the second make-up is used in an amount of 0. 1 5 to 5 wt. parts pref- 
erably 0.3 to 1 wt. parts per 1 00 wt. parts of HFC236ea or HFC245fa. The proportions of the three components are 0.05 
to 5 wt. parts, preferably 0.1 to 0.5 wt. parts of the nitro compound (1), 0.05 to 5 wt. parts, preferably 0.1 to 0.5 wt. parts 
of the aromatic hydrocarbon and/or alicyclic unsaturated hydrocarbon (2). and about 0.05 to 5 wt. parts, preferably 0 1 
to 1 wt. parts of the optional compound (3). 

There is no specific limitation on the method of adding the nitro compound (1), the aromatic hydrocarbon and/or 
alicyclic unsaturated hydrocarbon (2) and the optional compound (3) as stabilizer components to HFC236ea or 
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HFC245fa to be stabilized. The stage and method for addition can be suitably selected according to the purpose of use 
and intended use of HFC236ea and HFC245fa. other substances to be used in combination with HFC236ea or 
HFC245fa, temperatures during storage, production of the foamed product and use of the product, and other factors. 

The composition and method for inhibiting decomposition according to the present invention are effective not only 
when HFC236ea or HFC245fa is used singly as a foaming agent, but also when HFC236ea and HFC245fa are used as 
a mixture or in combination with other foaming agents or water. The following foaming agents can be used in combina- 
tion with HFC236ea or HFC245fa when carrying out the decomposition inhibiting method of the invention. 

Hvdroaen-containino fluorohydrocarbon (HFC) 

Difluoroethane (32), drfluoroethane (152), trifluoromethane (143), tetrafluoroethane (134), heptafluoropropane 
(227), hexafluoropropane (236), pentafluoropropane (245), hexafluorobutane (356), etc. Isomers of the above hydro- 
gen-containing fluorohydrocarbons, if present, can be used singly or as a mixture, in combination with HFC236ea. 

Low-boiling hydrocarbon halide 



Trichloromonofluoromethane, dichlorodifluoromethane, methylene chloride, perfluoropentane, etc. 
Low-boiling hydrocarbon 



n-Pentane, isopentane, cyclopentane, n-butane, isobutane, etc. 



Inert gas 



Air, nitrogen, carbon dioxide gas, etc. 
(2) Foamed heat insulating material 



The composition and method of the invention are particularly useful for inhibiting decomposition of HFC236ea and 
HFC245fa used as foaming agents for producing foamed heat insulating materials. The method and composition of the 
invention can be employed for conventional processes for producing foamed heat insulating material In such proc- 
esses, decomposition of HFC236ea and HFC245fe can be inhibited when HFC236ea or HFC245fa is mixed with the 
decomposition inhibiting composition of the invention and used as a foaming agent. 

Other starting materials for producing the foamed heat insulating material may be those known. For example for 
producing polyurethane foam, organic isocyanates, polyols, catalysts and additives may be used. Specific examples of 
these additives are as follows. 

Usable organic isocyanates include aliphatic, alicyclic and aromatic isocyanates as described in Keiii IWATA "Polv- 
urethane Resin Handbook", Nikkan Kogyo Shinbunsha, pages 71 to 98. ' y 

The most generally used polyisocyanates include 2,4-tolylenediisocyanate(2,4-TDI) and 2,6-tolylenediisocyanate 
(2,6-TDI), which are mainly used as a mixture having the 2,4-TDI/2,6-TDI ratio of 80/20 or 65/35 Also used as the 
polyisocyanate are polyphenylpolymethylene polyisocyanate (crude MDI) obtained by making a condensate of aniline 
and formaldehyde react with phosgen. 

m ^ US t b,e P °i y u ' S indUde po, * ether P 0| y° ,s Polyester polyols [Keiji IWATA, "Polyurethane Resin Handbook" 
Nikkan Kogyo Shinbunsha, pages 99 to 1 1 7]. ' 

Polyether polyols can be obtained by the reaction of alkylene oxide with an initiator having an active hydrogen atom 

In the present invention, polyether polyols having 2 to 8 functional groups and a hydroxyl value of 300 to 600 mg KOH/q 

can be used, which is obtained by reacting ethylene glycol, trimethylolpropane, glycerine, triethanolamine ethylenedi- 

l^BneSte luooside ' tolylenediamine, sorbitol, sucrose or like initiator with ethylene oxide, propylene oxide or like 

Examples of the polyester polyols are condensed polyester polyols obtained by dehydration condensation of adipic 
acid with glycol or toluol, lactone-based polyesters obtained by ring-opening polymerization of caprolactam polyca ' 
bona te d.ol and the l.ka Among them, those having 2 to 4 functional groups and a hydroxyl value of 250 to 500 mg 
KOH/g can be used in the present invention. y 

Usable catalysts include tertiary amines, organic metal compounds and mixtures thereof. The catalyst is used usu- 
ally m an amount of 0.01 to 1 0 wt.%. preferably about 0. 1 to 5 wt.%, based on the total amount of the foaming materi* 
(organic isocyanate, polyol and foaming agent). 9 mater,ais 

Tertiary amines usable as the catalyst are monoamines such as triethylamine and dimethylcyclohexylamine 
diam.nes such as tetramethylethylenediamine and tetramethyihexamethylenediamine, cyclic amines such asSyleni 
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ediamine and 1 ,2-dimethylimidazole, alcohol amines such as dimethylaminoethanol, and the like. Examples of the 
organic metal compounds are stannous octoate, dibutyltin dilaurate, dibutyltin diacetate, octenoic acid and the like. 

Other additives for producing polyurethane foam include silicone-based or fluorine-containing surfactants for use 
as surfactant. Specific examples of the surfactants are those comprising as the base polysiloxane-polyalkylene blocked 
copolymers, methylpolysiloxane or the like. 

When necessary, conventional fillers, coloring agents, fire retardants, mildewproofing agents, release agents and 
the like can be used as additives. 

Effects of th e invention 

According to the present invention, HFC236ea and HFC245fa have remarkably improved stability at any stages 
and in any states during storage, transport and use of HFC236ea or HFC245fa, and during use of the foamed products. 
According to the present invention, decomposition of HFC236ea and HFC245fa can be inhibited even when HFC236ea 
or HFC245fa is used in the presence of a compound containing an alcoholic hydroxyl group. 

The composition of the present invention has an excellent decomposition inhibiting effect on HFC236ea and 
HFC245fa. Therefore, when said composition is employed in the production of foamed heat insulating material (poly- 
urethane foam) using HFC236ea or HFC245fa as a foaming agent, HFC236ea and HFC245fa can be effectively pre- 
vented from being decomposed at any stages and in any states during storage of the starting materials, during 
production of a foamed insulating material using HFC236ea or HFC245fa as a foaming agent and during use of the 
foamed product (polyurethane foam). As a result, the obtained polyurethane foam has improved dimensional stability 
and uniform cell size. 

Accordingly, the decomposition inhibiting method of the present invention is practically very useful for inhibiting 
decomposition of HFC236ea and HFC245fa, in particular, inhibiting decomposition of HFC236ea and HFC245fa used 
as foaming agents for producing foamed heat insulating materials. 

Examples 

The following Examples and Comparative Examples illustrate the present invention in further detail. 

Examples 1 to 19 and Comparative Examples 1 to 14 

The starting materials used in the Examples and Comparative Examples are as follows. 

Polyol: o-Tolylenediamine-based polyether polyol having a hydroxyl value of 400 mg KOH/g 

Surfactant: Silicon-based surfactant manufactured by Toray Silicone Co., Ltd, available under the trademark "SH- 

193" 

Catalyst: Tetramethylhexamethylenediamine 
Foaming agent: 1,1,1.2,3,3-Hexafluoropropane 

Organic isocyanate: Poiyphenylpolymethylenepolyisocyanate (crude MDI) 
Decomposition inhibiting composition 

(1) Nitro compound 

A: Nitrobenzene 
B: Nitromethane 
C: Nitrostyrene 
D: Nitrocatechol 

(2) Aromatic hydrocarbon 

E: a-methylstyrene 
F: p-isopropenyltoluene 
G: p-diisopropenylbenzene 

(3) Combination of nitro compound and aromatic hydrocarbon 

H: Nitrobenzene (0.4 wt parts) and p-isopropenyltoluene (0.4 wt. parts) 
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(4) Optional compound 
t: fsoprene 

J: 1,2-Butyleneoxide 
K: 1,4-Dioxane 

L: 2,6-Di-t-butyl-p-cresol (BHT) 
M: Ethyl aery late 
N: N-Methylpyrrol 

A mixture for producing rigid polyurethane foam was prepared which consisted of the polyol (1 00 wt. parts), the sur- 
factant (1 .5 wt. parts), the catalyst (3.4 wt. parts), the foaming agent (39 wt. parts) and a decomposition inhibiting com- 
position consisting of the component(s) shown in Tables 1 or 2 in the amount(s) (wt. parts) shown therein. The organic 
isocyanate (71 wt. parts) was added to the obtained mixture (100 wt. parts), followed by hand-mixing to give poly- 
urethane foam. The obtained polyurethane foam was aged for 1 day and cut into 1 0 cm cubes, and each cube was vac- 
uum-packed with an aluminum laminate. 

One of the packed polyurethane foam cubes was pressed with a pressing machine to determine, by gas chroma- 
tography, the concentrations of decomposition gases, i.e., CF 3 CH=CF 2 (1 ,1 ,3,3,3-pentaf luoropropylene, product A) and 
CF 3 CFHCFH 2 (1,1,1,2,3-pentafluoropropane, product B) produced during the exothermic reaction on the foaming of 
urethane. The decomposition inhibiting effect, i.e., performance as a decomposition inhibiting composition, on 
HFC236ea during the foaming reaction was thus tested. 

Another packed polyurethane foam cube was allowed to stand in an atmosphere at 90°C for 2 weeks and pressed 
with a pressing machine in the same manner as above to determine, by gas chromatography, the concentrations of the 
decomposition gases produced during aging. The results are shown in Tables 1 and 2. 
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Table 1 
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Decomposition gas 


concentration (ppm) 






Kind (Amount) 


During reaction 


During aging 
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Product B 
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0 


0 


80 


20 
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C (0.5) 












G(0.5) 


0 


0 


80 


20 




Ex. 10 


D (0.5) 














E (0.5) 


0 


0 


80 


20 


~0 
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0 


0 


90 


20 
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0 


80 


20 
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Table 2 



5 




Dornmnocition tnhiHrKnri 

wcwui i ifjuoiuui 1 1 riniDiuny 
composition 


Decomposition gas concentration (ppm) 






Kind (Amount) 


During reaction 


During aging 








Product A 


Product B 


Product A 


Product B 


IU 


Ex. 13 


H (0.8) 


0 


0 


45 


15 | 




Ex. 14 


H (0.8) 














1 (0.2) 


0 


0 


0 


0 




Ex. 15 


H (0.8) 










15 




J (0.2) 


0 


0 


0 


0 




Ex. 16 


H (0.8) 














K (0.2) 


0 


0 


5 


0 


on 


Ex. 17 


H (0.8) 














L(0.2) 


0 


0 


0 


0 




Ex. 18 


H (0.8) 














M (0.2) 


0 


0 


10 


5 


25 


Ex. 19 


H (0.8) 
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0 


0 


10 


5 




Comp.Ex.9 


1 (0.2) 


45 


15 


750 


180 


30 


Comp.Ex.10 


J (0.2) 


45 


15 


750 


180 j 




Comp.Ex.11 


K(0.2) 


55 


20 


780 


190 ! 




Comp.Ex.12 


L(0.2) 


45 


15 


680 


180 


35 


Comp.Ex.13 


M (0.2) 


55 


20 


780 


190 


Comp.Ex.14 


N (0.2) 


55 


20 


790 


190 



Examples 20 to 38 and Comparative Examples 15 to 28 



40 The same starting materials as used in Examples 1 to 19 and Comparative Examples 1 to 14 were used with the 
exception that 1,1,1 ,3,3-pentaf luoropropane was used as the foaming agent. 

A mixture for producing rigid polyurethane foam was prepared which consisted of the polyol (1 00 wt. parts), the sur- 
factant (1 .5 wt. parts), the catalyst (3.4 wt. parts), the foaming agent (34 wt. parts) and a decomposition inhibiting com- 
position consisting of the component(s) shown in Tables 3 or 4 in the amount(s) (wt. parts) shown therein. The organic 

45 isocyanate (71 wt. parts) was added to the obtained mixture (100 wt. parts), followed by hand-mixing to give poly- 
urethane foam. The obtained polyurethane foam was aged for 1 day and cut into 10 cm cubes, and each cube was vac- 
uum-packed with an aluminum laminate. 

One of the packed polyurethane foam cubes was pressed with a pressing machine to determine, by gas chroma- 
tography, the concentrations of decomposition gases, i.e., CF 3 CH=CFH (1 ,3,3,3-tetraf luoropropylene, product A) and 

so CF 3 CH 2 CFH 2 (1,1,1 ,3-tetraf luoropropane, product B) produced during the exothermic reaction on the foaming of ure- 
thane. The decomposition inhibiting effect, i.e., performance as a decomposition inhibiting composition, on HFC245fa 
during the foaming reaction was thus tested. 

Another packed polyurethane foam cube was allowed to stand in an atmosphere at 90°C for 2 weeks and pressed 
with a pressing machine in the same manner as above to determine, by gas chromatography, the concentrations of the 

55 decomposition gases produced during aging. The results are shown in Tables 3 and 4. 
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Table 3 



5 




DwnmnocrHnn inliiKriinn 

i_/cuui i ifjuoiiiun inniDning 
composition 


Decomposition gas concentration (ppm) 






Kind (Amount) 


During reaction 


During aging 








Product A 


Product B 


Product A 

» lUUUvl r\ 


» » UvJUwl D 


10 


Comp.Ex.15 


- 


60 


30 


800 


200 




Comp.Ex.16 


A (1.0) 


0 


0 


80 


20 




Comp.Ex.17 


B(1.0) 


0 


0 


90 


25 


15 


Comp.Ex.18 


C(1.0) 


0 


o 






Comp.Ex.19 


i D(1.0) 


0 


0 


120 


30 




Comp.Ex.20 


E(1.0) 


0 


o 


1 OU 


oo 




Comp.Ex.21 


F(1.0) 


0 


0 


130 


35 


20 


Comp.Ex.22 


G(1.0) 


o 


n 


I OU 


OO 




Ex. 20 


A (0.5) 














E (0.5) 


o 




OU 


TO 


25 j 


Ex. 21 


A (0.5) 
F(0.5) 


o 


o 


PCS 


^ ! 
o 




Ex. 22 


A (0.5) 














F (0.5) 


0 


o 


55 




on 

oU 


Ex. 23 


B (0.5) 














E (0.5) 


0 


0 


30 


5 j 




Ex.24 


B (0.5) 














F (0.5) 


o 


o 


55 


IU 


35 


Ex.25 


B (0.5) 














G(0.5) 


0 


o 


60 


is ! 

Iw 




Ex.26 


C (0.5) 










40 




E (0.5) 


0 


o 


55 


10 




Ex.27 


C (0.5) 














F (0.5) 


0 


0 


60 


15 


45 


Ex.28 


C (0.5) 
G(0.5) 


0 


0 


60 


15 




Ex.29 


D (0.5) 














E (0.5) 


0 


0 


60 


15 


50 


Ex.30 


D (0.5) 














F(0.5) 


0 


0 


65 


15 




Ex.31 


D (0.5) 










55 L 




G(0.5) 


0 


0 


60 


15 
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Table 4 





u ©composition inniDiting 
composition 


Decomposition gas concentration (ppm) 




Kind (Amount) 


During reaction 


During aging 






Product A 


Product B 


Product A 


Product B 


Ex.32 


H (0.8) 


0 


0 


30 


10 


Ex.33 


H (0.8) 
I (0.2) 


0 


0 \ 


0 


0 


Ex.34 


H (0.8) 
J (0.2) 


0 


0 


0 


0 


Ex.35 


H (0.8) 
K (0.2) 


0 


0 


5 


0 


Ex.36 


H (0.8) 
L(0.2) 


0 


0 


0 


0 


Ex.37 


H (0.8) 
M (0.2) 


0 


0 


10 


5 


Ex.38 


H (0.8) 
N (0.2) 


0 


0 


10 


5 


Comp. Ex.23 


I (0.2) 


35 


10 


600 


150 


Comp. Ex.24 


J (0.2) 


35 


15 


620 


150 


Comp. Ex.25 


K (0.2) 


45 


15 


700 


160 


Comp. Ex.26 


L(0.2) 


35 


10 


600 


150 


Comp.Ex.27 


M (0.2) 


45 


15 


700 


160 


Comp. Ex.28 


N (0.2) 


45 


15 


700 


160 



Claims 

1. A method for inhibiting decomposition of 1.1,1,2,3,3-hexafluoropropane and 1,1,1,3,3-pentafluoropropane, the 
method comprising adding, to 1 , 1 ,1 ,2,3,3-hexafluoropropane or 1 ,1 ,1 ,3,3-pentafluoropropane, (1) at least one nitro 
compound and (2) at least one member selected from the group consisting of an aromatic hydrocarbon and an ali- 
cyclic unsaturated hydrocarbon. 

2. A method for inhibiting decomposition of 1,1,1,2,3,3-hexafluoropropane and 1,1,1,3,3-pentafluoropropane, the 
method comprising adding, to 1 ,1 ,1 ,2,3.3-hexafluoropropane or 1 ,1 ,1 ,3,3-pentafluoropropane, (1) at least one nitro 
compound, (2) at least one member selected from the group consisting of an aromatic hydrocarbon and an alicyclic 
unsaturated hydrocarbon, and (3) at least one member selected from the group consisting of an aliphatic unsatu- 
rated hydrocarbon, an epoxy compound, an ether compound, a phenol compound, an ester compound and a cyclic 
nitrogen compound. 

3. A composition for inhibiting decomposition of 1 .1 ,1 .2,3,3-hexafluoropropane and 1.1 .1 ,3,3-pentafluoropropane. the 
composition comprising (1) at least one nitro compound and (2) at least one member selected from the group con- 
sisting of an aromatic hydrocarbon and an alicyclic unsaturated hydrocarbon. 

4. A composition for inhibiting decomposition of 1 ,1 , 1 ,2,3,3-hexafluoropropane and 1 ,1 ,1 ,3,3-pentafluoropropane. the 
composition comprising (1) at least one nitro compound, (2) at least one member selected from the group consist- 
ing of an aromatic hydrocarbon and an alicyclic unsaturated hydrocarbon and (3) at least one member selected 
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from the group consisting of an aliphatic unsaturated hydrocarbon, an epoxy compound, an ether compound a 
phenol compound, an ester compound and a cyclic nitrogen compound. 

5. A composition for inhibiting decomposition of 1.1.1.2.3.3-hexafluoropropane and 1.1.1.3.3-pentafluoropropane 
according to cla.m 3 or 4. wherein (1 ) the nitro compound is at least one member selected from the group consisting 
of nitrobenzene, nitromethane, nitrostyrene and nitrocatechol. 

A composition for inhibiting decomposition of 1,1.1,2,3.3-hexafluoropropane and 1.1,1.3.3-pentafluoropropane 
according to claim 3 or 4, wherein (2) the aromatic hydrocaroon is at least one member selected from the group 
consisting of a-methylstyrene. p-methylstyrene. p-vinyltoluene. p-isopropenyltoluene and p-diisopropenylbenzene. 

A composition for inhibiting decomposition of 1.1.1,2.3.3-hexafluoropropane and 1.1,1.3.3-pentafluoropropane 
according to claim 4, wherein (3) the component is isoprene as the aliphatic unsaturated hydrocarbon, 1 2-butylene 
oxide as the epoxy compound, 1 ,4-dioxane as an ether compound. 2,6-di-t-butyl-p-cresol as the phenol compound 
ethyl acrylate as the ester compound or N-methylpyrrol as the cyclic nitrogen compound. 

A composition for inhibiting decomposition of 1,1,1,2,3,3-hexafluoropropane and 1.1,1.3,3-pentafluoropropane 
according to claim 3 or 4. wherein (1) the nitro compound is nitrobenzene and (2) the aromatic hydrocaibon is p- 
isopropenyltoluene. M 
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A composition for inhibiting decomposition of 1.1.1,2.3,3-hexafluoropropane and 1,1,1,3,3-pentafluoropropane 
according to claim 3 or 4. wherein (1) the nitro compound is nitromethane and (2) the aromatic hydrocarbon is a- 
methylstyrene. 

10. A composition for inhibiting decomposition of 1.1.1.2.3.3-hexafluoropropane and 1.1,1.3.3-pentafluoropropane 
according to claim 4. wherein (1) the nitro compound is nitrobenzene. (2) the aromatic hydrocarbon is p-isoprope- 
nyltoluene and the aliphatic unsaturated hydrocarbon is isoprene. 



11 



A composition for inhfoiting decomposition of 1.1.1.2,3.3-hexafluoropropane and 1.1,1.3,3-pentafluoropropane 
according to claim 4. wherein (1 ) the nitro compound is nitrobenzene, (2) the aromatic hydrocarbon is p-isoprope- 
nyltoluene and (3) the epoxy compound is 1.2-butylene. 

12. A composition for inhibiting decomposition of 1,1,1,2.3.3-hexafluoropropane and 1,1,1,3,3-pentafluoropropane 
according to claim 4, wherein (1) the nitro compound is nitrobenzene, (2) the aromatic hydrocarbon is p-isoprope- 
35 nyltoluene and (3) the phenol compound is 2,6-di-t-butyl-p-cresol. 
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